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(57) Abstract: An absorbent structure (54) is formed as a nonwoven web of a plurality of polyurethane foam particles (58). The 
foam particles (58) may comprise complete cells of groups of cells and fragments of cells (60). Alternatively, the absorbent structure 
may be formed as a nonwoven web of a plurality of polyurethane foam cell strands. One embodiment of the invention combines 
foam particles (58) or foam cell strands (60) or a mixture of particles and strands with wood pulp fibers (56) to form the nonwoven 
web (54). Combinations ranging from 10 % by weight foam and 90 % by weight wood pulp to 90 % by weight foam and 10 % by 
weight wood pulp may be used to form the absorbent structure. Optionally, a binder is added to the web. Optionally, a superabsorbent 
polymer (SAP) is added to the polyol component prior to forming the foam that is then ground to form the foam particles or foam 
cell strands used in the nonwoven web. Conventional untreated generally hydrophobic polyurethane foams with pore sizes ranging 
from 10 pores per linear inch to 150 pores per linear inch can be used to form the nonwoven web. 
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Absorbent Airlaid Structure 

This invention relates to an nonwoven web structure made by combining 
together foam particles or fragments or^trands of foam cells and wood pulp fibers, 
optionally with superabsorbent polymersXSAP). Preferably, the combination of foam 
particles and wood pulp fibers is airlaid using conventional air-lay equipment to form 
the nonwoven web structure. In the most preferred embodiment, foam particles or 
fragments or strands of foam cells alone, without any wood pulp fibers or SAP, are 
airlaid to form the absorbent composite structure. This new airlaid structure may be 
incbipor ated into absorbent products^ such as feminine hygiene products, diapers, 
wipers, and bed pads, in place of conventional airlaid structures formed of wood pulp 
alone or wood pulp combined with super-absorbent polymer particles. 

Background of the Inventio n 

Absorbent airlaid layers in many absorbent articles are formed from airlaid 
wood pulp fibers. Using conventional airlaid equipment, such as offered by DAN 
WEB, a desired amount of wood pulp is fed to a hammer mill, where it is beaten and 
opened up to form a network of wood pulp fibers. These fibers are carried by blown 
air to a lay down chamber, where they are optionally mixed with other components, 
such as superabsorbent polymers (SAP) and laid against a fine-mesh screen to form a 
layer of desired thickness. The layer is compressed, and sometimes a binder is added, 
to hold the structure together. In other cases, thermal bonding using thermoplastic 
fibers mixed with the pulp, is used to hold the structure together. The compressed 
layer, sometimes called nonwoven "airfelt" is then transferred from the screen and 
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incorporated into the construction of a diaper or catamenial pad or other absorbent 
product. ** Vt 

When wood pulp fibers are compressed together severely, the compression 
reduces the fiber loft and void volume between the fibers, and lessens the absorbent 
capability, especially when a binder is vised to hold the web together. Superabsorbent 
polymers are blended or layered with the'wood pulp, to enhance the liquid absorbency 
and liquid retaining properties of the absorbent product. The compressed pulp layer 
with added SAP has been found to achieve acceptable absorbency rates and liquid 
retention. However, compared to Wo6d pulp fibers alone, the absorbent structures 
incorporating superabsorbent polymers are much more expensive. 

Efforts have been made to incorporate foams into absorbent products. U.S. 
Patent No. 5,849,805 (Dyer) proposes forming an absorbent foam by polymerizing 
high internal phase emulsions (HIPEs) and using that foam, preferably in sheet form, 
as a component of an absorbent article. The Dyer patent notes at Col. 2, lines 44 et 
seq. that other efforts to incorporate foams into absorbent articles have been tried. 
The Dyer patent does not disclose forming an absorbent core using polyurethane foam 
particles alone or in combination with wood pulp fiber to form an absorbent layer. 

U.S. Patent No. 5,506,035 (Van Phan) discloses a superabsorbent polymer 
foam that is formed by foaming a superabsorbent polymer (hydrogel). A reaction 
mixture of a monomer, an internal cross-linking agent and a solvent is mixed with a 
blowing agent to form a dispersion. Then the blowing agent is expanded and the 
monomer and cross-linking agent are reacted to form the superabsorbent polymer 
material. Van Phan prefers to use the superabsorbent polymer foam in sheet form as a 
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layer in the absorbent core in the diaper or sanitary napkin. The foam layer may be 
formed on top of an airlaid pulp fiber web (Col. 38, lines 5-24). Van Phan also 
suggests dispersing particles of the superabsorbent polymer foam into the airlaid pulp 
fiber web (Col. 40, line 50 to Col. 41, line 9). The Van Phan patent does not disclose 
- forming an absorbent core using polyurethane foam particles alone or in combination 
with wood pulp fiber. 

Van Phan refers to U.S. Patent No. 4,610,678 (Weisman). Weisman discloses 
a process for making an absorbent structure by air-laying a mixture of hydrophilic 
' fibers (such as cellulose or wood pulp, rayon and polyester fibers) and particles of 
water-insoluble hydrogel. The Weisman patent does not disclose forming an 
absorbent core using polyurethane foam particles alone or in combination with wood 
pulp fiber. 

Conventional polyurethane foams are hydrophobic, unless chemical alterations 
are made to increase hydrophilicity. It is therefore surprising that adding particles or 
fragments of such untreated foam cells to wood pulp fibers improves liquid 
absorption, wicking and liquid retention. It is most surprising that a nonwoven web 
formed of fragments of polyurethane foam particles alone can be used as an absorbent 
structure with satisfactory liquid wicking and retaining properties. Such structures are 
less expensive alternatives to known absorbent structures that require SAP or higher 
quantities of SAP to achieve these properties. 
Summary of the Invention 

An absorbent structure is formed from a plurality of polyurethane foam 
particles combined together into a nonwoven web. If a fine celled foam is used with 
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cell sizes in the range of 1 00 to 150 pores per linear inch, the foam is ground to 
particles of 0. 1 0 to 2.6 mm. Such particles have complete foam cells and portions of 
foam cells joined together. If a coarse foam is used with cell sizes in the range of 1 0 
to 30 pores per linear inch, the foam is ground to particles of 0.40 to 2.6 mm. The 
resulting.ground particles generally are fragments of foam cells or foam cell struts, but 
may also be a combination of complete foam cells and partial foam cell fragments. It 
is also acceptable to use foams with pore sizes from 60 to 90 pores per linear inch by 
grinding such foams to particles of 0.40 to 2.6 mm as the longest dimension. 

The nonwoven web formed with the polyurethane foam particles or fragments 
of polyurethane foam cells has a three-dimensional network structure of inter-linking 
particles. The open-celled foam can be reticulated to remove the windows that form 
in the openings defined by the foam cell struts in a typical open-celled polyurethane 
foam. Because the polyurethane foam forms dodecahedron-shaped cells (with twelve 
sides), the cell struts are interconnected together and form bent angles and bent 
shapes. Unlike wood pulp fibers, which form "two-dimensional" flexible fibers of 
defined width that are cut to desired length and do not have bent angles, the foam cell 
strands or struts form bent angles and three-dimensional shapes. The inter-linking of 
these foam particles and foam strands creates an open network of voids into which 
liquids may flow and be contained. 

In one embodiment of the invention, the absorbent structure is made by 
combining foam particles and wood pulp fibers into a nonwoven web. The foam may 
be a polyether or polyester polyurethane foam. Preferably the foam is hydrophobic, 
but hydrophilic foam may also be used. The wood pulp and foam particles or particles 
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and strands are mixed together to form the nonwoven web. Preferably, the web is 
formed by air-layirig the wood pulp fibers and foam particles. The foaih particles may 
range from 10% by weight to 90% by weight of the nonwoven web. The wood pulp 
fibers may range from 90% by weight to 10% by weight of the nonwoven web. 
Optionally, a binder may be added to hold the web together. Optionally, the 
polyurethane foam may be formed with a superabsorbent polymer incorporated into 
the polyol component prior to foaming (See U.S. Pat. No. 4,985,467 (Kelly)). 
Superabsorbent polymer particles may also be combined with the separate 
polyurethane foam particles and Wood pulp fibers to form the web, but this is a less 
preferred embodiment because loose super absorbent polymer particles tend to come 
out of the web. 

The combined wood pulp and foam particles or foam cell fragments form an 
inter-locking network. The three-dimensional aspect of the foam particles or cell 
fragments serves to separate the wood pulp fibers to form voids or channels into 
which liquid may flow and be retained. 

Description of the Figures 

FIG. 1 is a top plan view of a prior art multi-layered absorbent pad product 
showing the construction details by breaking away various layers; 

FIG. 2 is a fragmental cross-sectional view of the prior art pad product taken 
along line 2-2 of FIG. 1; 

FIG. 3 is a top plan view of a multi-layered absorbent pad product showing the 
construction details by breaking away various layers, wherein one layer comprises the 
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absorbent airlaid structure of the invention; 

FIG. 4 is a fragmental cross-sectional view of the pad product taken along line 
4-4 of FIG. 3; 

FIG. 5 is an enlarged schematic view showing a typical orientation of wood 
pulp fibers used to make the absorbent airlaid structure in one embodiment of the 
invention; .„ 

FIG. 6 is an enlarged perspective view of a reticulated foam cell; 

FIG. 7 is an enlarged perspective view of a network of reticulated foam cells; 

FIG. 8 is an enlarged perspective view of fragments of reticulated foam cells; 

and 

FIG. 9 is an enlarged schematic view showing the combination of airlaid wood 
pulp fibers and fragments of reticulated foam cells used to form the absorbent airlaid 
structure of the invention. 

Description of the Preferred Embodiments 

The absorbent structure of the invention may be incorporated into a variety of 
absorbent products. Use of the absorbent structure in feminine hygiene products will 
now be described. 

FIG. 1 shows a prior art feminine hygiene pad product 10 having a generally 
oblong shape with a central portion 12 surrounded by a terminal edge 13. Extending 
from the terminal edge 13 are side wings 14. A liquid absorbing and retaining core 
portion 16 is found within the central portion 12 of the pad 10. 
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The core portion 16 defines a number of layers. FIG. 1 shows the top plan 
view of the pad 10 with the several layers of the core portion 16 broken away. FIG. 2 
shows a cross-sectional view of the core portion 16 and the configuration of the 
various layers. 

. A perforated top sheet 18 comprises the top surface of the core portion 16. 
The perforated top sheet 18 defines perforations 20. Liquid contacting the top surfaa*, 
; of the perforated top sheet 18 wicks through the sheet through perforations 20. 

Preferably, the perforated top sheet has a hydrophilic characivir on its top surface and v. 
u\' hydrophobic character on its bottom surface so that liquid penetrating through the 
perforations 20 does not readily reverse its flow direction to rswet the top surface. 
Some prior art absorbent pad structures use a nonwoven sheet as the top sheet in place 
of an apertured or perforated top sheet. 

Below the perforated top sheet 18 is an airfelt transfer sheet 22. The transfer 
sheet 22 is formed from airlaid wood pulp fibers. Liquid passing through the 
perforated top sheet 18 and contacting the transfer sheet 22 is drawn away from the 
perforated top sheet 18 by the transfer sheet 22. 

Below the transfer sheet 22 is an absorbent air felt wood pulp core 24. The 
core is formed from airlaid wood pulp fibers 26. In this prior art pad 10, the absorbent 
air felt wood pulp core 24 is formed from a single discrete layer of air felt that is 
folded around a layer of superabsorbent polymer particles 28. The air felt is folded at 
two places to form a C-fold around the superabsorbent polymer particles 28. The ends 
of this C-fold abut together and overlap at a central point 29 below the layer of 
superabsorbent particles 28. The combination of wood pulp core 24 and 
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superabsorbent polymer particles 28 absorbs and retains liquids collected by the core 
portion of the pad. 

A liquid impermeable back sheet 30 is below the absorbent air felt wood palp 
core 24. This sheet prevents liquid held within the core portion 16 from penetrat.bg 
through. Pressure-sensitive, hot melt adhesive (not shown) is applied to the outa 
surface of the liquid impermeable back sheet 30 to removably attach the pad to 
undergarments when in use. This adhesive is applied to the outer surface of the Kquid 
impermeable back sheet 30 below the core portion 16 as well as on the side wing; 14. 

* Referring next to FIGs. 3 and 4, a feminine hygiene pad 40 that incorporates 
the absorbent structure 54 according to the invention is shown. The pad is of 
generally oblong shape and has a central portion 44 surrounded by a terminal ed£; : 42, 
The absorbent core portion 46 is shown from the top in FIG. 3 and in cross-sectional 
view in FIG. 4. The various layers of the core portion 46 are shown partially broken 
away from the outermost layer to the bottom-most layer. 

Like the prior art pad 10, the top surface of the pad 40 is a perforated top sheet 
48. Liquid contacting the top surface of the top sheet 48 passes through perforations 
50 

Below the perforated top sheet 48 is an airfelt transfer sheet 52 that has wctod 
pulp fibers 53 formed into a nonwoven airlaid web. Liquid transmitted through the 
top sheet 48 is absorbed into the airfelt transfer sheet 52 and delivered to the absorbent 
core structure 54 that is below the airfelt transfer sheet 52. 

The absorbent core structure 54 according to the invention is a web formed 
from a mixture of wood pulp fibers 56 and foam particles 58 and/or foam cell 
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fragments60. Preferably, the wood pulp fibers 56 and foam particles 58 or foam cell 
fragments 60 are mixed together in an air handler and airlaid agai^t a screen to form : 
a nonwoven web. The foam cell strands 60 entangle with the wood pulp fibers 56 to 
create void vobmes and channels to transport and hold liquid and improve wicking 

and absorbency of the absorbent structure 54. 

A liquid impermeable backing sheet 62 is positioned below the absorbent 

structure 54. Pressure-sensitive, hot melt adhesive (not shown) is applied to the outer. 

surface of the liquid impermeable backing sheet 62 to enable the pad to be removably 

attached to an undergarment. 

He absorben, 54 according „, ^ ^ ^ ^ 

way, ^Wwou l d ta «, m ix«hew l ^p ulpfitere ^ f(ra ^ c , esorf(Micell 
strands („ r . combinaliM , of ^ ^ ^ ^ ^ ^ ^ ^ ^ ^ ^ 

may be wet-formed into a non-woven web. 

Another way would be to combine the wood pulp fibers and foam particles or 

foam cell strands with a binder and compress this mixture in a mold. Whileunder 

compression, the binder is cured with heat or steam to form the molded product. 

Portions of the molded product are then peeled away to form a layer that may be used 

as the absorbent structure incorporated into an absorbent article. 

Preferably, however, the wood pulp fibers and foam particles or foam cell 
strands are mixed together in a dry state, transferred to a vacuum screen, optionally 
sprayed with a liquid binder, air laid to form a nonwoven web of desired thickness, 
calendared as compressed to fix the fibers and particles, and then dried. The web so 
formed may be used as is, or may be plied with other layers as required. 
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As shown in FIG. 5, wood pulp fibers are strands with consistent diameters 
that may be cut to desired'lengths. Weyerhauser soft pine and bleached Southern pine 
pulp fibers have been found particularly suitable for used when making the absorbent 
structure according to one embodiment of the invention. Other wood pulp fibers, such 
as International Paper soft pine wood pulp fibers, may be used. 

An enlarged view of a typical reticulated open cell polyurethane foam cell 70 
is shown in FIG. 6. Polyurethane foam cells have interconnected struts 72 that form 
twelve-sided dodecahedrons. The open spaces between the struts 72 are called faces 
or windows 74. The polymeric material once in the windows is removed when the 
foam is reticulated. , a 

Most open-celled polyurethane foams have resilience, which means the foam 
material tends to return to its uncompressed state once any applied load has been 
removed. This resilience remains to an extent even if the foam material has been 
broken apart into pieces with one or more cells, or even into pieces that consist solely 
of fragments of foam cells. v 

. Particles of the foam, which may contain a number of foam cells in an . 
interconnected network as shown in FIG. 7, may be used to form the absorbent 
structure according to the invention. If solely foam particles are used, they are mixed 
together to form the nonwoven web. Unlike wood pulp fibers, which may crush 
together and densify, the resilient foam cells define and retain void volumes to absorb 
and hold liquid. 

Foam cell fragments also may be used to form the absorbent structure 
according to the invention. If solely foam cell fragments are used, they are mixed 
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together to .fonn the nonwoven web. Foam cell fragments are shown prior to mixing 
inFIG.8. 

FIG. 9 shows a schematic view of an absorbent structure according to the 
inyentionin which a mixture of wood pulp fibers 56 and foam cell fragments 60 
forms a nonwoven we^ 

character that combines with their resiliency and in conjunction with the wood pulp 
fibers creates capillarity to improve liquid-wicldng and create void volumes into 
which absorbed liquid may flow and be retained. 

- Although not required, the liquid absorption and retaining properties of the 
nonwoven web absorbent structures according to the invention may be improved by 
incorpomting superabsorbent polymer into the polyurethane foam before the foam is 
ground into foam cell particles or foam cell fragments In one preferred embodiment, 
the polyurethane foam is formed with a polyol dispersion that includes one or more 
superabsorbent polymers. The superabsorbent polymer may also be coated onto the 
exterior surface of the foam cell particles or foam cell fragments before forming the 
nonwoven web. If a superabsorbent polymer is used as a coating or is incorporated 
directly into the foam composition, best results are achieved by forming the absorbent 
structure with an airlaid process is preferred over a wet-forming process. 

Representative superabsorbent polymers that may be used include 
NORSOCRYL S35 available from Elf Atochem, CHEMDAL ASAP 2000 and 2001 
available from Stock Hansen, SANWET IM-3000, IM-1000 and IM-4510 available 
from Hoechst Celanese, and WATERLOCK J-500 and A-100 available from Grain 
Processing Company. 
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The polyurethane foam may be formed with polyether or polyester polyols, 
although the final end use may dictate the preferred system. 

Polyurethane foams may be formed with cell sizes in the range of from 3 to 
150 pores per linear inch. We have found that the coarse-celled foams, with pore 
sizes from 10 to 30 pores per linear inch work best when ground to form foam cell 
1 fragments having at least once full pore per fragment, with each fragment not 
exceeding 2.6 mm in its longest dimension, from tip to tip. Preferably, the 
fragments/particles have a mean particle size in the range of 0.70 to 2.6 mm. 

- We have found that fine celled foams, with pore sizes from 1 00 to 1 50 pores 
per linear inch work best when ground to form foam particles having at least one full 
cell per particle and preferably having multiple cells per particle, with each particle 
not exceeding 2.6 mm in its longest dimension, from tip to tip. Preferably, the 
fragments/particles have a mean particle size in the range of 0. 1 0 to 2.6 mm. 

Other foams with pore sizes between the very coarse and the very fine celled 
foams may be used in the invention. The foams may be ground to desired particle 
sizes or foam cell fragment sizes to achieve desired results. We have used foams with 
pore sizes from 60 to 90 pores per linear inch and ground them to particle sizes from 
up to 2.6 mm, measuring the longest dimension from tip to tip. Preferably, the 
fragmented particles have a mean particle size in the range of 0.40 to 2.6 mm. 

Because the absorbent structures of the present invention are highly absorbent, 
and may be made entirely without or with much less quantity of expensive 
superabsorbent polymer, they are extremely well suited for use in feminine hygiene 
products and disposable diapers. Sanitary napkins using the present absorbent 
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structures may be derived from ^own sanitary Mp ldns simply by replacing the ,; 
absorbent core of the known napkins with the absorbent structure according to this 
Mention. Such replacement may be on a weight-by-weight basis, which results** 
reduction in volume and a gain in capacity. The absorbent structures used in sanitary 
napkins preferably have a thickness of from about 1 to 3 mm, more preferably about 
1.5 to 2 mm. However, absorbent s^ctures of Uiictes less man 1 mm cotdd be 
made to effectively'produee a very.thin absorbent core, • .'• 

An example of a sanitary napkin comprises r. hydrophobic top sheet, a transfer 
layer, a pad of the absorbent structure of the present invention, and a liquid 
imperviousbottomorbacksheet. Stable materials for top sheets, bottom sheet, and 
transfer layers are known in the art. See, e.g., U.S. Pat. No. 3,871,378 (Duncan). 
EXAMPLES 

Representative examples of the absorbent structures according to the invention 
are described here. Those of skill in the art will recognize that other combination, can 
be made according tc the invention. 
A " PolvurethanP Foam Fnrm„1 a *i» m 

Two polyurethane foam formulations were prepared. One incorporated 
superabsorbent polymer in a dispersion with the polyol and then formed the foam. 
Amounts are indicated as parts by weight based on 100 parts polyol. 
exponent Manufacturer/Brand 

Polyether polyol Dow Chemical VORANOL 3137 100 loo 
SAP Elf Atochem NORSOCRYL S-35 0 30 

Surfactant Witco/OSINIAXL618 j j 
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Amine Catalyst Huntsman JEFFCAT ZF 53 0.11 0.11 

7 Tin Catalyst Witco/OSI FOMREZ C-2 0.16 0.16 

Water Deionized 4.6 4.6 

Isocyanate Arco/Lyondell TD-80 Type II 52.92 .- 52.92 

5 Isocyanate Index 100 100 - 



In the examples, grinding was done through cryogenic methods, although other 
known plastics grinding methods could be used with the invention. 
1 B. Wood Pulo Fibers 

For all absorbent structures that incorporated wood pulp, we used 
10 , Weyerhauser bleached Southern pine wood pulp fibers. The pulpboard was fed into a 
hammermill during the airlaid process. 
C. Preparation of the Absorbent Core Structures 

In these examples, foam particles and/or foam cell fragments were mixed 
together with wood pulp fibers in an air handler. Using Dan- Web airlay equipment, 
15 the mixture was carried by air to rest upon a mesh screen and then was sprayed with a 
minor amount of AIRFLEX 108 ultra-low formaldehyde emulsion binder from Air 
Products and Chemicals, Inc. to form a nonwoven web. The resulting web was 
densified between calendar rolls to the desired density, then dried in an oven. Desired 
density for the examples was from 0.1 to 1 .0 g/cm 3 , although other densities in the 
20 range of 0.01 to 2.0 g/cm 3 could be used successfully. 

Absorbent pad products were made by replacing the absorbent core found in 
Proctor & Gamble ALWAYS ULTRA with wings feminine hygiene absorbent pads 
with the airlaid nonwoven web of wood pulp fibers and foam particles/cell fragments. 
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D. Analysis 

The absorbent structure formed was placed into an absorbent article (a 
feminine hygiene pad) and tested against a control. The control was a Proctor & 
Gamble ALWAYS ULTRATHIN pad with wings. The structure of such pad is shown 
in FIG. 1. 

Absorbencv Rate is a measure of the time in seconds for a 1 0 ml quantity of a 

pigmented 0.9% saline solution to completely penetrate the top sheet of an absorbent 

product. Absorbency Rate was tested according to the following procedure: 

A one-inch diameter pouring ring was placed on the surface of the 
^ product to be tested. 

• 10 ml. of pigmented 0.9% saline solution was measured into a 
graduated cylinder and quickly poured into the pouring ring. 

At the moment the solution is poured, a stop watch was used to start 
timing the rate of solution penetration. The stop watch measured time 
by one-hundreth of a second increments. 

• The time in seconds was recorded as soon as the solution cleared the 
surface of the absorbent product. 

Wicking is a measure of the longitudinal distance that a 10 ml. quantity of 

pigmented 0.9% saline solution travels along the absorbent core of the absorbent 

product. Wicking was tested by the following procedure: 

A one-inch diameter pouring ring was placed on the surface of the 
product to be tested. 

1 0 ml. of pigmented 0.9% saline solution was measured into a 
graduated cylinder and quickly poured into the pouring ring. 

• Once the solution was absorbed, the pouring ring was removed. 

After two minutes, the distance the fluid had travelled into the longest 
direction of the product was measured in centimeters. 
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Retention (Re-wet) is a measure of the amount of pigmented 0.9% saline 

solution that transfers from an absorbent product that has received 1 0 ml. of solution 

to an absorbent medium placed on the surface of the absorbent product and held under 

5 load. Retention was tested by: 

Placing a one-inch diameter pouring ring on the surface of the 
absorbent product. 

Measuring out 10 ml. of saline solution and quickly pouring that 
10 solution into the pouring ring. The pouring ring is removed after the 

liquid was absorbed. 

• .... A stop watch was started just as the liquid was poured. After five 

minutes, ten layers of Whatman #4 filter paper (of known tare weight) 
15 are placed on the surface of the absorbent article over the cross- 

sectional area at which the solution had been poured. A load of 0.5 psi 
was placed on top of the stack of filter paper. 



20 



After fifteen seconds, the load and the filter paper were removed. 

The filter paper stack was weighed. The difference between the known 
tare weight of the paper before the test and that after the test represents 
the amount of fluid absorbed by the filter paper in grams. 

25 Total Absorbent Capacity is a measure of the amount of pigmented 0.9% 

saline solution that an absorbent product can hold. To test Total Absorbent Capacity: 

• Determine the initial weight of the dry absorbent product. 

• Place the product into a large volume of pigmented 0.9% saline 
30 solution sufficient to submerge the product in the solution. 

Hold the absorbent product submerged in solution for two minutes. 

Remove and drain the product for one minute. 



35 



Weigh the wet product and determine the weight difference between 
the dry product and the wet product. The difference represents the total 
absorbent capacity measured in grams. 
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hi the following Table, Example 1 is the control, a P&G ALWAYS • 
ULTRATIflN pad with wings. The remaining examples include the absorbent 
structure; according to the invention and show promising results even when no SAP or 
very small amounts of SAP were added. All airiaid samples according to the 
invention were made in a non-embossed state, but the control used ar embedded >. 
aivlaid. Embossing makes a difference in fluid handling characteristics, Eveirso, the 
fcam akiaid samples showed at* improvement from the standpoint of using less SAP. 
Thus, the absorbent products made with the absorbent structure according to the 
invention achieved equivalent performance at less cost> 
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In Examples 2-1 1 , wicking length was not as long as the control (Example 1 ), 
but this was due to lack of embossing in Examples 2-11: Examples 6-1 1 exhibited 
improved absorbency rate and rewet over the control with less super absorbent 
polymer and less absorbent core material by weight in the absorbent structure. 
Examples 2-5 show comparable absorption rate and core capacity to the control. 
Desired properties for an absorbent structure according to the invention are (a) fast 
absorption rate of 2 seconds or under; (b) low rewetting of about 0; 1 g or less, 
preferably 0 g; (c) high liquid holding capacity in the core of about 9.0 g/g or higher; 
and (d) demonstrated wicking ability of about 3.0" or greater, preferably above about 
4.0". 

The invention has been illustrated by detailed description and examples of the 
preferred embodiments. Various changes in form and detail will be within the skill of 
persons skilled in the art. Therefore, the invention must be measured by the claims 
and not by the description of the examples or the preferred embodiments. 
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I claim: 

1. An absorbent structure, comprising- 

"»W*,.P*— .-ta.^.^^ *e-=«„ f ^H S ° 
linear inch to panicles with a mean panic!.' size it- the nng^ of alo jl o.l^taTl nj-n. 



>mm. 



rcattr Mio ° ofowo ' more ^° ,s ^™ OT -~^ 
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7. The absorbent structure of claim 6, wherein superabsorbent polymer is 
added to the polyol or polyols in an amount of frofn 10 to 35 % by weight based on the 
weight of the polyol. 

8. The absorbent structure of claim 7, wherein superabsorbent polymer is 
added to the polyol or polyols is an amount of from 25 to 35% by weight based on the 

weightpf the polyol . . * 

+ • • • * .«.*-. 

9. An absorbent structure, comprising: 
a plurality of polyurethane foam particles mixed together with a plurality 
of wood pulp fibers to form a nonwoven web with an outer surface and a 

; . ■'. central portion, wherein the web absorbs a liquid that contacts the outer 
surface into its central portion. 

1 0. The absorbent structure of claim 9, wherein the foam particles are formed 
by grinding a polyurethane foam with a cell size in the range of 100 to 150 pores per 
linear inch to particles with a mean particle size in the range of about 0. 1 0 to 2.6 mm. 

1 1 . The absorbent structure of claim 9, wherein the foam particles are formed ^ 
20 by grinding a polyurethane foam with a cell size in the range of 60 to 90 pores per linear > 

inch to particles with a mean particle size in the range of about 0.40 to 2.6 mm. 

. 12. The absorbent structure of claim 9, wherein the foam particles are, formed 
by grinding a polyurethane foam with a cell size in the range of 10 to 30 pores per linear 
25 inch to particles with a mean particle size in the range of about 0.70 to 2.6 mm. 

13. The absorbent structure of claim 9, wherein the polyurethane foam is a 
hydrophobic polyurethane foam. 
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14. The absorbent structure of claim 9, wherein the polyurethane foam is 
formed from a reaction of one or more polyols with one or more isocyanates in the 
presence of a blowing agent and one or more surfactants and optionally other 
conventional additives, wherein one or more superabsorbent polymers are added to the 
polyol or polyols prior to forming the polyurethane foam, 

15. The absorbent structure of claim 14, wherein superabsorbent polymer is 
added to the polyol or polyols in an amount in therange of from 10 to 35 % by weight 
based on the weight of the polyol. 

16. The absorbent: structue of Claim 15, wherein super absorbent polymer is 
added to the polyol or polyols in an amount in the range of from 25 to 35% by veight 
ba3ed on the weight of the polyol. 

17. The absorbent structure of claim 9, wherein the wood pulp fibers comprise 
about 10 to 25% by weight and foam particles comprise about 90 to 75% by weight of the 
absorbent structure. 

18. The absorbent structure of claim 9, wherein wood pulp fibers comprise 
about 75 to 90 % by weight and foam particles comprise about 25 to 10 % by weight of 
the absorbent structure. 

1 9. The absorbent structure of claim 9, wherein wood pulp fibers comprised 
about 25 to 50% by weight and foam particles comprise about 75 to 50% by weight of the 
absorbent structure, 

20. The absorbent structure of claim 9, wherein a binder fiber is incorporated 
into the nonwoven web for thermal bonding. 
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21. An absorbent structure, comprising: 

.-a plurality of polyurethane foam cell strands mixed together with a plurality of 
wood pulp fibers to form a nonwoven web with an outer surface and a central portion, 
wherein the web absorbs a liquid that contacts the outer surface into its central portion. 

22. The absorbent structure of claim 2 1 , wherein the polyurethane foam used 
as the source of the strands is a hydrophobic polyurethane foam. 

23 . The absorbent structure of claim 2 1 , wherein the polyurethane foam used 
as the source of the strands is formed from a reaction of one or more polyols with one or 
more isocyanates in the presence of a blowing agent and one or more surfactants and 
optionally other conventional additives, wherein one or more superabsorberit polymers 
are added to the polyol or polyols prior to forming the polyurethane foam. * 

24. The absorbent structure of claim 2 1 , wherein the superabsorbent polymer 
is added to the polyol or polyols in an amount in the range of from 10 to 25 % by weight 
based on the weight of the polyol. 

25. The absorbent structure of claim 2 1 , wherein the wood pulp fibers 
comprise about 10 to 25% by weight and foam cell strands comprise about 90 to 75% by 
weight of the absorbent structure. 

26. The absorbent structure of claim 2 1 , wherein wood pulp fibers comprise 
about 75 to 90 % by weight and foam cell strands comprise about 25 to 10 % by weight 
of the absorbent structure. 
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27. Tlie absorbent structure of claim 2 1 , wherein wood pulp fibers comprise 
about 25 to 50% by weight and foam cell strands Comprise about 75 to 50% by weight of 
die absorbent structure. 

5 > ; • 

; ; • 28. The absorbent structure of claim wherein a binder fiber is incorporated 
into the nonwoven web for thermal bonding. 

29. An absorbent article incorporating as one layer the nonwoven web 
10 claim 1. - 

30. An absorbent article incorporating as one layer the nonwoven web of 
claim 9. 
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31. 
claim 21. 



An absorbent article incorporating as one layer the nonwoven web of 
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